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(54) PVC-BASED TAPE 
(57)Abstract: 

PROBLEM TO BE SOLVED: To reduce the chlorine content of the PVC-based tape as < 
20 wt.%, since there is a report of the generation of dioxin on combusting the PVC-based 
tape. 

SOLUTION: This PVC (a polyvinyl chloride)-based tape prepared by forming a film base 
material containing PVC as a main component as a tape shape, is characterized by having 
the blending ratio of the film base material as ICQ pts.wt. PVC resin, 30-70 pt.wt. 
plasticizer, 2-30 pt.wt. NBR (a nitrile rubber) and 70-200 pt.wt. flame retardant filler. 
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